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(54) A heat mode sensitive imaging element for making positive working printing plates 



(57) According to the present invention there is pro- 
vided a heat mode imaging element for making a litho- 
graphic printing plate having on a lithographic base with 
a hydrophilic surface a first layer including a polymer, 
soluble in an aqueous alkaline solution and a top layer 
on the same side of the lithographic base as the first 



layer which top layer is IR-sensitive and unpenetrable 
for an alkaline developer wherein said first layer and 
said top layer may be one and the same layer; charac- 
terized in that said top layer contains a compound that 
increases the dynamic friction coefficient of the top layer 
to between 0.40 and 0.80. 



< 

CD 

T- 

10 

o 
m 
o> 

o 

Q_ 

LU 



Printed by Jouve. 75001 PARIS (FR) 



75 



20 



EP 0 950 516 A1 

Description 

FIELD OF THE INVENTION 

TXSSSSZSZ iS reb,6d 10 3 heat m0dS ima9i " 9 e,ement ta a P**» Plate 

"> BACKGROUND OF THE INVENTION 

SSlnoT^h- iS T I' 0 " 688 ° f Prin,i " 9 ,r ° m SpeCia " y Pfepared surfaCBS ' some areas ° f which are capable of 
accep ,ng Irthog aphic ,nk, whereas other areas, when moistened with water, will not accept the ink The areas which 

raZ , r ^ IT" 9 , ima " 8reaS 3nd ,he ink - re i ecti "9 areas form the background areas. 
thf„Ln B v n L a h°/ pho !° llth °9 ra P h * a Photographic material is made imagewise receptive to oily or greasy inks in 
SSETIS^!? at T W ° rk,n9) , < ? In the non - ex P° sed a ^as (positive-working) on a hydrophilic background 
[0004] In the product™ of common lithographic printing plates, also called surface litho plates or planoqraohic Drint- 

nlf,n P H h k V !° 0mPOS,tl0n - Coatin 9 sfor,ha t P^se include light-sensitK,e polymer layers containing dhw«T 

CO ' , ° idS ^ 3 ^ ^ - ^ Jhotopolymers. Part^ dSTo- 
[000S] Upon imagewise exposure of the light-sensitive layer the exposed image areas become insoluble and the 

zs zszsszir pia,e te then deveioped with a — & » «~ - ssstn - - 

25 to Si J2SSlSh Prtmhfl Pl3,eS are . kn ° Wn ,hat inC ' Ude 3 P" 01056 " 8 ^ 9 mating that upon image-wise exposure 

o, a d hr !if t atthee ^ 

of such photosensitive coating is a quinone-diazide based coating example 
[0007] Typically, the above described photographic materials from which the printing plates are made are camera 

SuTme hod" 3 Ph k ° t09raPhiC K m that C ° n,ainS ,hC ima9e ,hat " ,0 be reproduced "n • p"e s 
Such method of working is cumbersome and labor intensive. However, on the other hand the printing plates thus 
obtained are of superior lithographic quality. priming piates tnus 

EStartaElT I""' t ? e . 6n . mad ! 1° e ' imina,e ,hS need lor a P" oto ° ra Phic film in the above process and in 
ohototni 0 , P 9 P ,e dlreCtly ' r0m C ° mpUter da,a fe P re senting the image to be reproduced. However the 

co° I rT ,S "° Se ? Srt ' Ve en ° U9h l ° be dir6Ctly exposed wi,h a laser " Therefor « ^ been proposed to 

coat a s.lver hal.de layer on top of the photosensitive coating. The silver halide may then directly be exposed by means 

1 «!Z V? r tr01 ° f 3 T PU,er Subse « ue "«* the si 'v- ha.ide layer is developed .eaving a si Jer inTge on 
c°Darinr Attn m enS ^r 0311 " 9 ' 1 Si ' Ver ima9e the " SerV6S aS 3 mask in an overa " exposure of the photosensitive 
mamoH £? ? S °h Sra eXP ° SUre the SilVef ima9e iS removed and the Photosensitive coating is developed Such 

«> SiSS-SSSf ^ 61 752 but has the disadvanta9e that a - p ' a * ~- - 

ESS G f" 1 492 ,. 070 ^ sdoses a meth od wherein a metal layer or a layer containing carbon black is provided on a 
C"sob»^ 

5 the tmaoe 1 T' ° Vera " eXP ° S8d " y UV " li9ht thr0U9h the ima 9 e mask After re ™val 

dt^n^Th^ pho,ose " s « lve la V er 18 developed to obtain a printing plate. This method however still has the 

pressing " ,hat th ° ma9e maskha8toberemove d prior to development of the photosensitive layer by a cumbersome 

h^!^ F " rtnem ? OT « methods are ^own for making printing plates involving the use of imaging elements that are 
scrioed abT 6 f V ph ° ,OSensitive - A P articular disadvantage of photosensitive imaging'etoments such as d" 
^ lbed ^ f ° t r ^ tan9 a P r ' n, ' n 9 P |a,e is «*« they have to be shielded from the light. Furthermore they have a 

n . ^ V,SW ; °' S, ° rage S,abilitV and lhey ShOW a lower res ° luti °" T he trend towards heat mode 
printing plate precursors is clearly seen on the market. 

™L 6XamPle ' " eaearch Dl8c| o»«re no. 33303 of January 1 992 discloses a heat mode imaging element 
compns.ng on a support a cross-linked hydrophilic layer containing thermoplastic polymer particles and an infrared 

P ' 9m SU 38 6 ' 9 ; Ca * m b ' aCk By ima96 - WiSe eXpOSUre ,0 an in,rared laser ' ,he thermoptosric pol ^2 

without any further development. A disadvantage of this method is that the printing plate obtained is easily damaqed 

rd?onrT h ; p n h ,,n9 ar r m ? become inkaMeptin ^ 

cond.t,ons, the hthogra P h.c performance of such a printing plate may be poor and accordingly such printing plate has 
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tittle lithographic printing latitude. 

[0012] US-P- 4 708 925 discloses imaging elements including a photosensitive composition comprising an alkali- 
soluble novolac resin and an onium-satt. This composition may optionally contain an IR-sensitizer. After image-wise 
exposing said imaging element to UV - visible - or IR-radiation followed by a development step with an aqueous alkali 
s liquid there is obtained a positive or negative working printing plate. The printing results of a lithographic plate obtained 
by irradiating and developing said imaging element are poor. 

[0013] EP-A- 625 728 discloses an imaging element comprising a layer which is sensitive to UV- and IR-irradiation 
and which may be positive or negative working, this layer comprises a resole resin, a novolac resin, a latent Bronsted 
acid and an IR-absorbing substance. The printing results of a lithographic plate obtained by irradiating and developing 

10 said imaging element are poor. 

[0014] US-P- 5 340 699 is almost identical with EP-A- 625 728 but discloses the method for obtaining a negative 
working IR-laser recording imaging element. The IR-sensitive layer comprises a resole resin, a novolac resin, a latent 
Bronsted acid and an IR-absorbing substance. The printing results of a lithographic plate obtained by irradiating and 
developing said imaging element are poor. 

is [0015] Furthermore EP-A- 678 380 discloses a method wherein a protective layer is provided on a grained metal 
support underlying a laser-ablatable surface layer. Upon image- wise exposure the surface layer is fully ablated as well 
as some parts of the protective layer. The printing plate is then treated with a cleaning solution to remove the residu 
of the protective layer and thereby exposing the hydrophilic surface layer. 

[0016] EP-A- 823 327 discloses a positive photosensitive composition showing a difference in solubility in an alkali 
20 developer as between an exposed portion and a non-exposed portion, which comprises, as components inducing the 

difference in solubility, (a) a photo-thermal conversion material, and (b) a high molecular compound, of which the 

solubility in an alkali developer is changeable mainly by a change other than a chemical change. 

[001 7] EP-A- 830 941 discloses a heat mode recording material comprising on a flexible support having an oleophilic 

surface (i) a recording layer containing a light-to-heat converting substance capable of converting radiation into heat 
25 and (ii) an oleophobic surface layer, wherein said oleophobic surface layer and said recording layer mazy be the same 

layer, characterized in that the kinetic coefficient of friction of said material over the other side of said material is not 

more than 2.6. 

[0018] FR-A- 1 561 957 discloses a metod for recording or reproducing information, characterized in that it comprises 
the step consistant of exposing, under the form of information, a recording material sensitive to electromagnetic radi- 

30 ation, this recording material comprising at least a recording layer comprising a binder and a liquid and /or a solid 
dispersed in said binder, the liquid and/or the solid being more hydrophobic than the binder and forming at least partially 
with the binder , when heated, a compatible mixture, whereof the transparency for light is increased versus the disper- 
sion before heating, this recording material comprising also a compound which can transform light into heat. 
[001 9] EP-A- 97 200 588.8 discloses a heat mode imaging element for making lithographic printing plates comprising 

35 on a lithographic base having a hydrophilic surface an intermediate layer comprising a polymer, soluble in an aqueous 
alkaline solution and a top layer that is sensitive to IR-radiation wherein said top layer upon exposure to IR-radiation 
has a decreased or increased capacity for being penetrated and/or solubilised by an aqueous alkaline solution. 
[0020] EP-A- 97 203 129.8 and EP-A- 97 203 1 32.2 disclose a heat mode imaging element consisting of a lithographic 
base with a hydrophilic surface and a top layer which top layer is sensitive to IR-radiation, comprises a polymer, soluble 

40 in an aqueous alkaline solution and is unpenetrable for an alkaline developer containing SiO^ as silicates 

[0021] Said last three heat-mode imaging element have the disadvantage that their vertical transport is not faultless 
in the production, the confection, in imaging apparatus, in processors and in other plate-manipulation equipment. A 
solution for said problem would be appreciated. 

45 OBJECTS OF THE INVENTION 

[0022] It is an object of the invention to provide a heat mode imaging element for making a lithographic printing plate 
with a wide (attitude of development. 

[0023] It is an object of the invention to provide a heat mode imaging element for making a lithographic printing plate 
so with a high resolution. 

[0024] It is further an object of the present invention to provide a heat mode imaging element for making a lithographic 
printing plate with improved vertical transport characteristics. 

[0025] Further objects of the present invention will become clear from the description hereinafter. 

55 SUMMARY OF THE INVENTION 

[0026] According to the present invention there is provided a heat mode imaging element for making a lithographic 
printing plate having on a lithographic base with a hydrophilic surface a first layer including a polymer, soluble in an 
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aqueous alkaline solution and a top layer on the same side of the lithographic base as the first layer which top layer 
is IR-sensitive and unpenetrable for an alkaline developer wherein said first layer and said top layer may be one and 
the same layer; characterized in that said top layer contains a compound that increases the dynamic friction coefficient 
of the top layer to between 0.40 and 0.80. 

DETAILED DESCRIPTION OF THE INVENTION 

[0027] The top layer is also called the second layer. 

[0028] The dynamic or kinetic coefficient of friction (u. k ) is measured according to the norm ASTM D1894 whereby 
the heat mode recording materials are so placed that the front side of the materialis in contact with stainless steel. 
With front side is meant that side of the material in regard to the flexible support that carries the top layer. 
[0029] A suitable compound which can be used to increases the dynamic friction coefficient to between 0.40 and 
0.80 is a copolymer of polytetrafluoroethylene-polyethylene. Other suitable compounds are water insoluble inorganic 
compound having a three-dimensional structure with siloxane bonds extending three-dimensional ly and with silicon 
atoms bonded to one organic group e.g. a methyl group. Said latter substances are commercially sold under the name 
of TOSPEARL™ (registered trade name of Toshiba, Japan). Other suitable compounds are silica particles, hydrophobic 
ceramics, which preferably are mixed with supplementary silica particles or orthosilicates, barium sulphate and silicon- 
matting particles. The average diameter of said particles is preferably in the range from 0.3 urn to 50 um Said com- 
pounds are preferably used in an amount between 10 and 800 mg/m 2 , more preferably in an amount between 20 and 
400 mg/m 2 . 

[0030] In a first embodiment the first layer and the top layer are different. In said embodiment there is provided a 
heat mode imaging element for making lithographic printing plates having on a lithographic base with a hydrophilic 
surface a first layer including a polymer, soluble in an aqueous alkaline solution and a top layer on the same side of 
the lithographic base as the first layer which top layer is sensitive to IR-radiation and which is unpenetrable for an 
alkaline developer. 

[0031] The top layer, in accordance with the present invention comprises an IR-dye or pigment and a binder resin. 
A mixture of IR-dyes or pigments may be used, but it is preferred to use only one IR-dye or pigment. Preferably said 
IR-dyes are IR-cyanines dyes. Particularly useful IR-cyanine dyes are cyanines dyes with at least two acid groups, 
more preferably with at least two sulphonic groups. Still more preferably are cyanines dyes with two indolenine and at 
least two sulphonic acid groups. Most preferably is compound I with the structure as indicated 



Particularly useful IR-absorbing pigments are carbon black, metal carbides, borides, nitrides, carbon it rides, bronze- 
structured oxides and oxides structurally related to the bronze family but lacking the A component e.g. W02.9. It is 
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also possible to use conductive polymer dispersion such as polypyrrole or polyaniline-based conductive polymer dis- 
persions. The lithographic performance and in particular the print endurance obtained depends on the heat-sensitivity 
of the imaging element. In this respect it has been found that carbon black yields very good and favorable resutts. 
[0032] The IR-absorbing dyes or pigments are present preferably in an amount between 1 and 99 parts, more pref- 
5 erably between 50 and 95 parts by weight of the total amount of said IR-sensitive top layer. 

[0033] The top layer may preferably comprise as binder a water insoluble polymer such as a cellulose ester, a co- 
polymer of vinylidene chloride and acrylonitrile, poly(meth)acrylates, polyvinyl chloride, silicone resins, etc. Preferred 
as binder is nitrocellulose resin. 

[0034] The total amount of the top layer preferably ranges from 0.05 to 10 g/m 2 , more preferably from 0. 1 to 2 g/m 2 . 

w [0035] In the top layer a difference in the capacity of being penetrated and/or sotubilised by the aqueous alkaline 
solution is generated upon image-wise exposure for an alkaline developer according to the invention. 
[0036] In the present invention the said capacity is increased upon image-wise IR exposure to such degree that the 
imaged parts will be cleaned out during development without solubilising and/or damaging the non-imaged parts. 
[0037] The development with the aqueous alkaline solution is preferably done within an interval of 5 to 1 20 seconds. 

is [0038] Between the top layer and the lithographic base the present invention comprises a first layer soluble in an 
aqueous alkaline developing solution with preferentially a pH between 7.5 and 14. Said layer is preferably contiguous 
to the top layer but other layers may be present between the top layer and the first layer. The alkali soluble binders 
used in this layer are preferably hydrophobic binders as used in conventional positive or negative working PS-plates 
e.g. novolac polymers, polymers containing hydroxystyrene units, carboxy substituted polymers etc. Typical examples 

20 of these polymers are descibed in DE-A- 4 007 428, DE-A- 4 027 301 and DE-A- 4 445 820. The hydrophobic binder 
used in connection with the present invention is further characterised by insolubility in water and partial solubility/ 
swellability in an alkaline solution and/or partial solubility in water when combined with a cosolvent. 
[0039] Furthermore this aqueous alkali soluble layer is preferably a visible light- and UV-light desensitised layer. Said 
layer is preferably thermally hardenable. This preferably visible light- and UV-desensitised layer does not comprise 

2S photosensitive ingredients such as diazo compounds, photoacids, photoinitiators, quinone diazides, sensitisers etc. 
which absorb in the wavelength range of 250nm to 650nm. In this way a daylight stable printing plate may be obtained. 
[0040] Said first layer preferably also includes a low molecular acid, preferably a carboxylic acid, still more preferably 
a benzoic acid, most preferably 3,4,5-trimethoxybenzoic acid or a benzophenone. 

[0041] The ratio between the total amount of low molecular acid or benzophenone and polymer in the first layer 
so preferably ranges from 2:98 to 40:60, more preferably from 5:95 to 20:80. The total amount of said first layer preferably 
ranges from 0.1 to 10 g/m 2 , more preferably from 0.3 to 2 g/m 2 

[0042] In the imaging element according to the present invention, the lithographic base may be an anodised aluminum 
for all embodiments. A particularly preferred lithographic base is an electrochemically grained and anodised aluminum 
support. The anodised aluminum support may be treated to improve the hydrophilic properties of its surface. For ex- 

35 ample, the aluminum support may be silicated by treating its surface with sodium silicate solution at elevated temper- 
ature, e.g. 95°C. Alternatively, a phosphate treatment may be applied which involves treating the aluminum oxide 
surface with a phosphate solution that may further contain an inorganic fluoride. Further, the aluminum oxide surface 
may be rinsed with a citric acid or citrate solution. This treatment may be carried out at room temperature or may be 
carried out at a slightly elevated temperature of about 30 to 50°C. A further interesting treatment involves rinsing the 

40 aluminum oxide surface with a bicarbonate solution. Still further, the aluminum oxide surface may be treated with 
polyvinylphosphonic acid, polyvinylmethylphosphonic acid, phosphoric acid esters of polyvinyl alcohol, polyvinylsul- 
phonic acid, polyvinylbenzenesulphonic acid, sulphuric acid esters of polyvinyl alcohol, and acetals of polyvinyl alcohols 
formed by reaction with a sulphonated aliphatic aldehyde It is further evident that one or more of these post treatments 
may be carried out alone or in combination. More detailed descriptions of these treatments are given in GB-A- 1 084 

« 070, DE-A- 4 423 140, DE-A- 4 417 907, EP-A- 659 909, EP-A- 537 633, DE-A- 4 001 466, EP-A- 292 801, EP-A- 
291 760 and US-P- 4 458 005. 

[0043] According to another mode in connection with the present invention, the lithographic base having a hydrophilic 
surface comprises a flexible support, such as e.g. paper or plastic film, provided with a cross-linked hydrophilic layer 
for all embodiments. A particularly suitable cross-linked hydrophilic layer may be obtained from a hydrophilic binder 
50 cross-linked with a cross-linking agent such as formaldehyde, glyoxal, polyisocyanate or a hydrolysed tetra-alkylortho- 
silicate. The latter is particularly preferred. 

[0044] As hydrophilic binder there may be used hydrophilic (co)polymers such as for example, homopolymers and 
copolymers of vinyl alcohol, acrylamide, methylol acrylamide, methylol methacrylamide, acrylate acid, methacrylate 
acid, hydroxyethyl acrylate, hydroxyethyl methacrylate or maleic anhydride/vinylmethylether copolymers. The hy- 
55 drophilicity of the (co)polymer or (co)polymer mixture used is preferably the same as or higher than the hydrophilicity 
of polyvinyl acetate hydrolyzed to at least an extent of 60 percent by weight, preferably 80 percent by weight. 
[0045] The amount of crosslinking agent, in particular of tetraalkyl orthosilicate, is preferably at least 0.2 parts by 
weight per part by weight of hydrophilic binder, more preferably between 0.5 and 5 parts by weight, most preferably 
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between 1 .0 parts by weight and 3 parts by weight. 

[0046] A cross-linked hydrophilic layer in a lithographic base used in accordance with the present embodiment pref- 
erably also contains substances that increase the mechanical strength and the porosity of the layer. For this purpose 
colloidal silica may be used. The colloidal silica employed may be in the form of any commercially available water- 

5 dispersion of colloidal silica for example having an average particle size up to 40 nm, e.g. 20 nm. In addition inert 
particles of larger size than the colloidal silica may be added e.g. silica prepared according to Stober as described in 
J. Colloid and Interface ScL Vol. 26, 1 96B, pages 62 to 69 or alumina particles or particles having an average diameter 
of at least 100 nm which are particles of titanium dioxide or other heavy metal oxides. By incorporating these particles 
the surface of the cross-linked hydrophilic layer is given a uniform rough texture consisting of microscopic hills and 

io valleys, which serve as storage places for water in background areas. 

[0047] The thickness of a cross-linked hydrophilic layer in a lithographic base in accordance with this embodiment 
may vary in the range of 0.2 to 25 |im and is preferably 1 to 1 0 ujti. 

[0048] Particular examples of suitable cross-linked hydrophilic layers for use in accordance with the present invention 
are disclosed in EP-A- 601 240, GB-P- 1 419 512, FR-P- 2 300 354, US-P- 3 971 660, US-P- 4 284 705 and EP-A- 
TS 514 490. 

[0049] As flexible support of a lithographic base in connection with the present embodiment it is particularly preferred 
to use a plastic film e.g. substrated polyethylene terephthalate film, substrated polyethylene naphthalate film, cellulose 
acetate film, polystyrene film, polycarbonate film etc... The plastic film support may be opaque or transparent. 
[0050] It is particularly preferred to use a polyester film support to which an adhesion improving layer has been 

20 provided Particularly suitable adhesion improving layers for use in accordance with the present invention comprise a 
hydrophilic binder and colloidal silica as disclosed in EP-A- 619 524, EP-A- 620 502 and EP-A- 619 525. Preferably, 
the amount of silica in the adhesion improving layer is between 200 mg per m 2 and 750 mg per m 2 Further, the ratio 
of silica to hydrophilic binder is preferably more than 1 and the surface area of the colloidal silica is preferably at least 
300 m 2 per gram, more preferably at least 500 m2 per gram. 

25 [0051] In a second embodiment the first layer and the second layer are the same. In said embodiment there is 
provided a heat mode imaging element for making lithographic printing plates having on a lithographic base with a 
hydrophilic surface a top layer which top layer is sensitive to IR-radiation, comprises a polymer, soluble in an aqueous 
alkaline solution and is unpenetrable for an alkaline developer. 

[0052] The IR-sensitive layer, in accordance with the present invention comprises an IR-dye or pigment and a pol- 
30 ymer, soluble in an aqueous alkaline solution. A mixture of IR-dyes or pigments may be used, but it is preferred to use 
only one IR-dye or pigment. Suitable IR-dyes and pigments are those mentioned above in the first embodiment of the 
present invention. 

[0053] The IR-dyes are present preferably in an amount between 1 and 60 parts, more preferably between 3 and 50 
parts by weight of the total amount of said IR-sensitive top layer. 

35 [0054] The alkali soluble polymers used in this layer are prelerably hydrophobic and ink accepting polymers as used 
in conventional positive or negative working PS-plates e.g. carboxy substituted polymers etc. More preferably is a 
phenolic resin such as a hydroxystyrene units containing polymer or a novolac polymer. Most preferred is a novolac 
polymer Typical examples of these polymers are descibed in DE-A- 4 007 428, DE-A- 4 027 301 and 
DE-A- 4 445 820. The hydrophobic polymer used in connection with the present invention is further characterised by 

40 insolubility in water and at least partial solubility/swellability in an alkaline solution and/or at least partial solubility in 
water when combined with a cosolvent. 

[0055] Furthermore this IR-sensitive layer is preferably a visible light- and UV-light desensitised layer. Still further 
said layer is preferably thermally hardenable. This preferably visible light- and UV-light desensitised layer does not 
comprise photosensitive ingredients such as diazo compounds, photoacids, photoinitiators, quinone diazides, sensi- 
45 tisers etc. which absorb in the wavelength range of 250nm to 650nm. In this way a daylight stable printing plate may 
be obtained. 

[0056] Said IR-sensitive layer preferably also includes a low molecular acid, more preferably a carboxylic acid, still 
more preferably a benzoic acid, most preferably 3,4,5-trimethoxybenzoic acid or a benzofenone, more preferably tri- 

hydroxybenzofenone. ... 
so [0057] The ratio between the total amount of low molecular acid or benzofenone and polymer in the IR-sensitrve 
layer preferably ranges from 2:98 to 40:60, more preferably from 5:95 to 30:70. The total amount of said IR-sensrtive 
layer preferably ranges from 0.1 to 1 0 g/m 2 , more preferably from 0.3 to 2 g/m 2 

[0058] In the IR-sensitive layer a difference in the capacity of being penetrated and/or solubihsed by the alkaline 
developer is generated upon image-wise exposure for an alkaline developer according to the invention. 
55 [0059] To prepare a lithographic plate, the heat-mode imaging element is image-wise exposed and developed. 

[0060] Image-wise exposure in connection with the present invention is an image-wise scanning exposure involving 
the use of a laser that operates in the infrared or near-infrared, i.e. wavelength range of 700-1500 nm. Most preferred 
are laser diodes emitting in the near-infrared. Exposure of the imaging element may be performed with lasers with a 



6 



EP 0 950 516 A1 

short as well as with lasers with a long pixel dwell time. Preferred are lasers with a pixel dwell time between 0.005 u.s 
and 20 u-s. 

[0061] After the image-wise exposure the heat mode imaging element is developed by rinsing it with an aqueous 
alkaline solution. The aqueous alkaline solutions used in the present invention are those that are used for developing 

5 conventional positive working presensitised printing plates, preferably containing SiO^ as silicates and having prefer- 
ably a pH between 11.5 and 14. Thus the imaged parts of the top layer that were rendered more penetrable for the 
aqueous alkaline solution upon exposure are cleaned-out whereby a positive working printing plate is obtained. 
[0062] In the present invention, the composition of the developer used is also very important. 
[0063] Therefore, to perform development processing stably for a long time period particularly important are qualities 

10 such as strength of alkali and the concentration of silicates in the developer. Under such circumstances, the present 
inventors have found that a rapid high temperature processing can be performed, that the amount of the replenisher 
to be supplemented is low and that a stable development processing can be performed over a long time period of the 
order of not less than 3 months without exchanging the developer only when the developer having the foregoing com- 
position is used. 

is [0064] The developers and replenishes for developer used in the invention are preferably aqueous solutions mainly 
composed of alkali metal silicates and alkali metal hydroxides represented by MOH or their oxyde, represented by 
M 2 0, wherein said developer comprises Si0 2 and M 2 0 in a molar ratio of 0.5 to 1 .5 and a concentration of SiO z of 0.5 
to 5% by weight. As such alkali metal silicates, preferably used are, for instance, sodium silicate, potassium silicate, 
lithium silicate and sodium metasilicate. On the other hand, as such alkali metal hydroxides, preferred are sodium 

20 hydroxide, potassium hydroxide and lithium hydroxide. 

[0065] The developers used in the invention may simultaneously contain other alkaline agents. Examples of such 
other alkaline agents include such inorganic alkaline agents as ammonium hydroxide, sodium tertiary phosphate, so- 
dium secondary phosphate, potassium tertiary phosphate, potassium secondary phosphate, ammonium tertiary phos- 
phate, ammonium secondary phosphate, sodium bicarbonate, sodium carbonate, potassium carbonate and ammonium 

25 carbonate; and such organic alkaline agents as mono-, di- or triethanolamine, mono-, di- or trimethylamine, mono-, di- 
or triethylamine, mono- or diisopropylamine, n-butylamine, mono-, di- or triisopropanolamine, ethyleneimine, ethylen- 
ediimine and tetramethylammonium hydroxide. 

[0066] In the present invention, particularly important is the molar ratio in the developer of [SiOJ / [M 2 0], which is 
generally 0.6 to 1 .5, preferably 0.7 to 1 .3. This is because if the molar ratio is less than 0.6, great scattering of activity' 

30 is observed, while if it exceeds 1 .5, it becomes difficult to perform rapid development and the dissolving out or removal 
of the light-sensitive layer on non-image areas is liable to be incomplete. In addition, the concentration of SiOg in the 
developer and replenisher preferably ranges from 1 to 4 % by weight. Such limitation of the concentration of SiO^ 
makes it possible to stably provide lithographic printing plates having good finishing qualities even when a large amount 
of plates according to the invention are processed for a long time period. 

35 [0067] In a particular preferred embodiment, an aqueous solution of an alkali metal silicate having a molar ratio [SiCy 
/ [M 2 0], which ranges from 1 .0 to 1 .5 and a concentration of Si0 2 of 1 to 4 % by weight is used as a developer. In such 
case, it is a matter of course that a replenisher having alkali strength equal to or more than that of the developer is 
employed. In order to decrease the amount of the replenisher to be supplied, it is advantageous that a molar ratio, 
[SiOJ / [M 2 0], of the replenisher is equal to or smaller than that of the developer, or that a concentration of Si0 2 is 

40 high if the molar ratio of the developer is equal to that of the replenisher. 

[0068] In the developers and the replenishers used in the invention, it is possible to simultaneously use organic 
solvents having solubility in water at 20 °C of not more than 10 % by weight according to need. Examples of such 
organic solvents are such carboxilic acid esters as ethyl acetate, propyl acetate, butyl acetate, amyl acetate, benzyl 
acetate, ethylene glycol monobutyl acetate, butyl lactate and butyl levulinate; such ketones as ethyl butyl ketone, methyl 

« isobutyl ketone and cyclohexanone; such alcohols as ethylene glycol monobutyl ether, ethylene glycol benzyl ether, 
ethylene glycol monophenyl ether, benzyl alcohol, methylphenylcarbinol, n-amyl alcohol and methylamyl alcohol; such 
alkyl-substituted aromatic hydrocarbons as xylene; and such halogenated hydrocarbons as methylene dichloride and 
monochlorobenzene. These organic solvents may be used alone or in combination. Particularly preferred is benzyl 
alcohol in the invention. These organic solvents are added to the developer or replenisher therefor generally in an 

50 amount of not more than 5 % by weight and preferably not more than 4 % by weight. 

[0069] The developers and replenishers used in the present invention may simultaneously contain a surfactant for 
the purpose of improving developing properties thereof. Examples of such surfactants include salts of higher alcohol 
(C8 - C22) sulfuric acid esters such as sodium salt of lauryl alcohol sulfate, sodium salt of octyl alcohol sulfate, am- 
monium salt of lauryl alcohol sulfate, TEEPOL B-81 ™ (trade mark, available from Shell Chemicals Co., Ltd.) and 

55 disodium alkyl sulfates; salts of aliphatic alcohol phosphoric acid esters such as sodium salt of cetyl alcohol phosphate; 
alkyl aryl sulfonic acid salts such as sodium salt of dodecylbenzene sulfonate, sodium salt of isopropylnaphthalene 
sulfonate, sodium salt of dinaphthalene disulfonate and sodium salt of metanitrobenzene sulfonate; sulfonic acid salts 
of alkylamides such as C 17 H33CON(CH3)CH 2 CH 2 S0 3 Na and sulfonic acid salts of dibasic aliphatic acid esters such 
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as sodium dioctyl sulfosuccinate and sodium dihexyl sulfosuccinate. These surfactants may be used alone or in com- 
bination. Particularly preferred are sulfonic acid salts. These surfactants may be used in an amount of generally not 
more than 5 % bv weiqht and preferably not more than 3 % by weight. 

[^70] I order to enhance developing stability of the deve.opers and replenishes used in the invent™, the following 
compounds may simultaneously be used. 

[00711 Examples of such compounds are neutral salts such as NaCI, KCI and KBr as d.sclosed in JN-A- 58- 75 152, 
chela ing agents such as EDTA and NTA as disclosed in JN-A- 58- 190 952 (U.S-A- 4 469 776). complexes such as 
[Co(NH3) 6 lCI 3 as disclosed in JN-A- 59- 121 336 (US-A- 4 606 995); ionizable compounds of elements of the group 
la lla or lllb of the Periodic Table such as those disclosed in JN-A- 55- 25 100; anionic.or amphotenc surfactant* 
such as sodium alkyl naphthalene sulfonate and N-tetradecyl-N.N-dihydroxythyl Maine as disc losec * JN-A- 50- 51 
324- tetramethyldecyne diol as disclosed in US-A- 4 374 -ionic surfactants as d.sclosed .n JN-A- 60- 21 3 943, ca tonic 
polymers such as methyl chloride quaternary products of p^imethylaminomethyl polystyrene as dis dosed .n , JN-A- 
55- 95 946- amphoteric polyelectrolytes such as copolymer of vinylbenzyl trimethylammon.unr. chloride and I sodium 
acrylate as disclosed in JN-A- 66- 142 628; reducing inorganic salts such as sodium sulfite as d.sclosed l .r, JN-A- 57- 
192 952 (US-A- 4 467 027) and alkaline-soluble mercapto compounds orthioether compounds such » throahcyte 
acid cysteine and thioglycolic acid; inorganic lithium compounds such as lithium chloride as disclosed in JN-A- 58- 
59 444!Canir.lium compounds such as lithium benzoate as disclosed in JN-A- 50 34 442; °^ometall,c sur- 
factants containing Si, Ti or the like as disclosed in JN-A- 69- 75 255; organoboron compounds as dsctoaedm JN-A- 
59- 84 241 (US-A- 4 500 625); quaternary ammonium salts such as tetraalkylammon.um oxides as disclosed in EP- 
A- 101 010- and bactericides such as sodium dehydroacetate as disclosed in JN-A- 63- 226 657. 
[0072] in'the method for development processing of the present invention, any known ma ^ < ^^* 
replenished developer may be employed. Examples of such methods preferably used are a n^h^ lor .^nrottenfly 
or continuously supplementing a rep.enisher as a function of the amount of PS plates 

in JN-A- 55- 115 039 (GB-A- 2 046 931), a method comprising disposing a sensor for detecting the degree of light 
sensitive layer disso^edout in the middle portion ^developing zone and supple^ 

to the detected degree of the light-sensitive layer dissolved out as disclosed in JN-A- 58- 95 349 (US-A- 4 537 496), 
a determining the impedance value of a developer and processing the detected .mpedance value 

by a computer to perform supplementation of a replenisher as disclosed in GB-A- 2 208 249. 
[0073] The printing plate of the present invention can also be used in the pr.nt.ng process as a seamless sleeve 
printing plate. In this option the printing plate is soldered in a cylindrical form by means o a .laser ■ cyl.ndnca. 
printing plate which has "as diameter the diameter of the print cylinder is s.ided on the print ^ern«^rta»hjng 
fnaclaeLalwayaclassicallyformedprintingplate.^ ed.Kees.ng, 

development of an image-wise exposed imaging element with an 
drying the obtained plate can be used as a printing plate as such. However, to improve durab.hty It > st.ll P"*"** 
bake said plate at a temperature between 200°C and 300°C for a period of 30 seconds to 5 m.nutes. Also the .mag.ng 
tTement Inte subjlei to an overall post-exposure to UV-radiation to harden the image in order to increase the run 

PS 0 ' Z foSeimp.ee illustrate the present invention without iimiting it thereto. All parts and percentages 
are by weight unless otherwise specified. 

COMPARATIVE EXAMPLE 1 
Preparation of the lithographic base 

r0076] A 0 30 mm thick aluminum foil was degreased by immersing the foil in an aqueous solution containing 5 g/l 
S sodium hydroxide at 50»C and rinsed with demineralized water. The foil was then electrochemical* gra.ne I us ng 
an SeZZ Arrant in an aqueous solution containing 4 g/l of hydrochloric acid, 4 g/l of hydroboric acd and 5 g/l of 
aluminum Z at a temperature of 35-C and a current density of 1200 A/m2 to form a surface topography w.th an 

SSffSe^ffi^^ 

300 ofl of sulfuric acid at 60'C for 180 seconds and rinsed with demineralized water at 25'C for 30 seconds. 
S?781 The taH Z subsequently subjected to anodic oxidation in an aqueous solution containing 200 g/l of suKur c 
Zlx a iempe Ze of 45-C. a voltage of about 10 V and a current densrty of 150 A/m 2 for about 300 seconds to 
torn, an em* option film of 3.00 g/m* of Al^ then washed with demineralized water, postdated with a solution 

ineralized water at 20°C during 120 seconds and dried. 
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Preparation of the heat-mode imaging element. 

[0079] On the above described lithographic base was first coated a layer from an 8.6% wt solution in tetrahydrof uran/ 
methoxypropanol 55/45 ratio, with a wet coating thickness of 14um The resulting layer contained 88% of ALNOVOL 
5 SPN452 ™ (a novolac available from Clariant, Germany) and 12% of 3,4,5-trimethoxybenzoic acid. Upon this layer 
was then coated with a wet coating thickness of 20um the IR-sensitive layer from a 0.734% wt solution in methylethyl- 
ketone/methoxypropanol 50/50 ratio. This layer was dried at a temperature of 1 20° C. 

The resulting IR-sensitive layer contained 115 mg/m 2 of carbon black 11 .5 mg/m 2 of nitrocellulose, 2.1 mg/m 2 of SOL- 
SPERSE 5000 ™ (available from Zeneca Specialities, GB), 1 1 .3 mg/m 2 of SOLSPERSE 28000 ™, 2.0 mg/m 2 of TEGO 
10 WET 265 ™ (available from Tego, Germany) and 5.0 mg/m 2 of TEGO GLIDE 410 ™. 

EXAMPLE 2 

[0080] The same base was used as described in comparative example 1 . 

75 

Preparation of the heat-mode imaging element. 

[0081] On the lithographic base described in example 1 , was first coated a layer from an 8.6% wt solution in tetrahy- 
drof uran/methoxypropanol 55/45 ratio, with a wet coating thickness of 14um The resulting layer contained 88% of 

20 ALNOVOL SPN452 ™ and 12% of 3,4,5-trimethoxybenzoic acid. 

Upon this layer was than coated with a wet coating thickness of 20jim, the IR-sensitive layer from a 1 .235% wt solution 
in methylethylketone/methoxypropano! 50/50 ratio. This layer was dried at a temperature of 120°C. 
The resulting IR-sensitive layer contained 115 mg/m 2 of carbon black, 100 mg/m 2 of silicium dioxide, chemically pre- 
pared: AEROSIL® 200, 11 .5 mg/m 2 of nitrocellulose, 2.1 mg/m 2 of SOLSPERSE 5000 ™ (available from Zeneca Spe- 

2S cialities, GB), 11 .3 mg/m 2 of SOLSPERSE 28000 ™, 2.0 mg/m 2 of TEGO WET 265 ™ (available from Tego, Germany) 
and 5.0 mg/m 2 of TEGO GLIDE 410 ™. 
AEROSIL® is a commercial product from Degussa, Germany. 

EXAMPLE 3 

30 

[0082] The same base was used as described in comparative example 1 . 

Preparation of the heat-mode imaging element. 

35 [0083] On the lithographic base described in example 1 , was first coated a layer from an 8.6% wt solution in tetrahy- 
drof uran/methoxypropanol 55/45 ratio, with a wet coating thickness of 14um The resulting layer contained 88% of 
ALNOVOL SPN452 ™ and 1 2% of 3,4,5-trimethoxybenzoic acid. 

Upon this layer was than coated with a wet coating thickness of 20ujti, the IR-sensitive layer from a 1 .735% wt solution 
in methylethylketone/methoxypropanol 50/50 ratio. This layer was dried at a temperature of 120°C. 
40 The resulting IR-sensitive layer contained 1 1 5 mg/m 2 of carbon black, 200 mg/m 2 of a micronised poly(tetrafluoroeth- 
yleen) modified polyethylene wax: NEWKEM TF320™ , 11.5 mg/m 2 of nitrocellulose, 2.1 mg/m 2 of SOLSPERSE 
5000™ (available from Zeneca Specialities, GB), 11.3 mg/m 2 of SOLSPERSE 28000™, 2.0 mg/m 2 of TEGO WET 
265 ™ (available from Tego, Germany)and 5.0 mg/m 2 of TEGO GLIDE 410 ™ NEWKEM TF320 ™ is commercially 
available from Croda Resins Ltd. 

45 

EXAMPLE 4 

[0084] The same base was used as described in comparative example 1 . 
[0085] Preparation of the heat-mode imaging element. 
so [0086] On the lithographic base described in example 1 , was first coated a layer from an 8.6% wt solution in tetrahy- 
drof uran/methoxypropanol 55/45 ratio, with a wet coating thickness of 14ujti. The resulting layer contained 88% of 
ALNOVOL SPN452 ™ and 1 2% of 3,4,5-trimethoxybenzoic acid. 

Upon this layer was then coated with a wet coating thickness of 20|im, the IR-sensitive layer from a 1 .235% wt solution 
in methylethylketone/methoxypropano! 50/50 ratio. This layer was dried on a temperature of 120°C. 
55 The resulting IR-sensitive layer contained 115 mg/m 2 of carbon black, 100 mg/m 2 of barium sulphate, 11.5 mg/m 2 of 
nitrocellulose, 2.1 mg/m 2 of SOLSPERSE 5000™ (available from Zeneca Specialities, GB), 11.3 mg/m 2 of SOL- 
SPERSE 28000 ™, 2.0 mg/m 2 of TEGO WET 265 ™ (available from Tego, Germany)and 5.0 mg/m 2 of TEGO GLIDE 
410 ™, The used barium sulphate was SPEZIALSORTE Al ™ from Merck. 
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EXAMPLE 5 

[0087] The same base was used as described in comparative example 1 . 

5 Preparation of the heat-mode imaging element. 

[0088] On the lithographic base described in example 1 , was first coated a layer from an 9.3% wt solution in tetrahy- 
drofuran/methoxypropanol 55/45 ratio, with a wet coating thickness of 14um The resulting layer contained 82% of 
ALNOVOL SPN452 ™, 11% of 3,4,5-trimethoxybenzoic acid and 7% of barium sulphate. 

10 upon this layer was then coated with a wet coating thickness of 20jim, the IR-sensitive layer from a 1 .235% wt solution 
in methylethylketone/methoxypropanol 50/50 ratio. This layer was dried at a temperature of 120°C. 
The resulting IR-sensitive layer contained 115 mg/m 2 of carbon black, 100 mg/m 2 of barium sulphate, 11.5 mg/m 2 of 
nitrocellulose, 2.1 mg/m 2 of SOLSPERSE 5000™ (available from Zeneca Specialities, GB), 11.3 mg/m 2 cf SOL- 
SPERSE 28000 ™, 2.0 mg/m2 of TEGO WET 265 ™ (available from Tego, Germany)and 5.0 mg/m 2 of TEGO GLIDE 

IS 410™. 

EXAMPLE 6 

[0089] The same base was used as described in comparative example 1 . 

20 

Preparation of the heat-mode imaging element. 

[0090] On the lithographic base described in example 1 , was first coated a layer from an 8.6% wt solution in tetrahy- 
drofuran/methoxypropanol 55/45 ratio, with a wet coating thickness of 14u.m. The resulting layer contained 88% of 

25 AlnovolSPN452 and 1 2% of 3,4,5-trimethoxybenzoic acid. 

Upon this layer was then coated with a wet coating thickness of 20|im, the IR-sensitive layer from a 1 .235% wt solution 
in methylethylketone/methoxypropanol 50/50 ratio. This layer was dried at a temperature of 120°C. 
The resulting IR-sensitive layer contained 1 1 5 mg/m 2 of carbon black, 1 00 mg/m 2 of fine particle silicones: TOSPE ARL 
105 ™, 11.5 mg/m 2 of nitrocellulose, 2.1 mg/m 2 of SOLSPERSE 5000 ™ (available from Zeneca Specialities, GB), 11 .3 

so mg/m 2 of SOLSPERSE 28000 ™, 2.0 mg/m 2 of TEGO WET 265 ™ (available from Tego, Germany)and 5.0 mg/m 2 of 
TEGO GLIDE 410™. 

TOSPE ARL 105™ is a fine particle silicon with an average particle diameter of 0.5 um, commercially available at 
Toshiba Silicone Co. Ltd. 

35 EXAMPLE 7 

[0091] The same base was used as described in comparative example 1 . 

Preparation of the heat-mode imaging element. 

40 

[0092] On the lithographic base described in example 1 , was first coated a layer from an 8.6% wt solution in tetrahy- 
drofuran/methoxypropanol 55/45 ratio, with a wet coating thickness of 14ujti. The resulting layer contained 88% of 
ALNOVOL SPN452 ™ and 12% of 3,4,5-trimethoxybenzoic acid. 

Upon this layer was then coated with a wet coating thickness of 20ujn, the I R-sensitive layer from a 1 .01 2% wt solution 
45 in methylethylketone/methoxypropanol 50/50 ratio. This layer was dried on a temperature of 120°C. 

The resulting IR-sensitive layer contained 115 mg/m 2 of carbon black, 55 mg/m 2 of a synthezised ceramic, 11.5 mg/ 
m 2 of nitrocellulose, 2.1 mg/m 2 of SOLSPERSE 5000 ™ (available from Zeneca Specialities, GB), 11 .3 mg/m 2 of SOL- 
SPERSE 28000 ™, 2.0 mg/m 2 of TEGO WET 265 ™ (available from Tego, Germany)and 5.0 mg/m 2 of TEGO GLIDE 
410™. 

so The synthesised ceramic is poly(methylmethacrylate-co-methylmethacrylatetrimethoxysilane). 
EXAMPLE 8 

[0093] The same base was used as described in comparative example 1 . 

55 

Preparation of the heat-mode imaging element. 

[0094] On the lithographic base described in example 1 , was first coated a layer from an 8.6% wt solution in tetrahy- 
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drofuran/methoxypropanol 55/45 ratio, with a wet coating thickness of 14um The resulting layer contained 88% of 
ALNOVOL SPN452 ™ and 1 2% of 3,4,5-trimethoxybenzoic acid. 

Upon this layer was than coated with a wet coating thickness of 20um the IR-sensitive layer from a 1 .010% wt solution 
in methylethylketone/methoxypropanol 50/50 ratio. This layer was dried at a temperature of 120°C. 
s The resulting IR-sensitive layer contained 115 mg/m 2 of carbon black, 44 mg/m 2 of a the same ceramic as mentioned 
in example 7, 11 mg/m 2 of AEROSIL ® 200. 11 .5 mg/m 2 of nitrocellulose, 2.1 mg/m 2 of SOLSPERSE 5000 m (available 
from Zeneca Specialities, GB), 11 .3 mg/m 2 of SOLSPERSE 28000 ™, 2.0 mg/m 2 of TEGO WET 265 ™ (available from 
Tego, Germany)and 5.0 mg/m 2 of TEGO GLIDE 410 ^ 

10 EXAMPLE 9 
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[0095] The same base was used as described in comparative example 1 . 
Preparation of the heat-mode imaging element. 

[0096] On the lithographic base described in example 1 , was first coated a layer from an 8.6% wt solution in tetrahy- 
drofuran/methoxypropanol 55/45 ratio, with a wet coating thickness of 14um The resulting layer contained 88% of 
ALNOVOL SPN452 ™ and 1 2% of 3,4,5-trimethoxybenzoic acid. 

Upon this layer was than coated with a wet coating thickness of 20pm, the IR-sensitive layer from a 1 .01 0% wt solution 

in methylethylketone/methoxypropanol 50/50 ratio. This layer was dried at a temperature of 120°C. 

The resulting IR-sensitive layer contained 115 mg/m 2 of carbon black, 39 mg/m 2 of a the same ceramic as mentioned 

in example 7, 16 mg/m 2 of tetraethylorthosilicate, 11.5 mg/m 2 of nitrocellulose, 2.1 mg/m 2 of SOLSPERSE 5000™ 

(available from Zeneca Specialities, GB), 11.3 mg/m 2 of SOLSPERSE 28000™, 2.0 mg/m 2 of TEGO WET 265™ 

(available from Tego, Germany)and 5.0 mg/m 2 of TEGO GLIDE 410 ™. The used tetraethylorthosilicate was DYNASIL 

A™fromHuelsAG. 

[0097] Measurement of the coefficient of friction of the heat-mode imaging element 

[0098] From the above mentioned materials the dynamic friction coefficient was measured against stainless steel 
according to ASTM D 1 894. 



Example 


Dynamic coefficient of friction 


Comparative example 1 


0.390 


Example 2 


0.496 


Example 3 


0.467 


Example 4 


0.425 


Example 5 


0.457 


Example 6 


0.417 


Example 7 


0.512 


Example 8 


0.543 


Example 9 


0.575 



Testing of transportation characteristics 

[0099] In an experimental installation, a plate of a format of 740mm by 640mm was transported to a laser drum over 
a length of 2 m. The plate was positioned vertically and gripped between two steel clamps, lb guarantee a stable 
transport, the clamps have a minimum length of about 20cm. The contact width of these clamps with the plate is about 
3mm. The pressure on these clamps was set on 4.5* 10 s Pa. 



Example 


Tranport of plate 


Comparative example 1 


Not OK, manual loading necessary 


Example 2 


very good 


Example 3 


very good 
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(continued) 



Example 


Tranport of plate 


Example 4 


very good 


Example 5 


very good 


Example 6 


good ■ 


Example 7 


very good 


Example B 


very good 


Example 9 


very good 



[0100] In comparative example 1, the plate didnt arrive at the end position of the transport road in the right way. 
is For exposing the plate, manual loading of the laserdrum was necessary. 

Exposing the heat-mode imaging element 

[0101] All the above mentioned materials were imaged with a Creo 3244T ™ external drum platesetter at 2400 dpi 
20 with the powers as indicated in following table. 



Example 


Power mJ/cm 2 


Comparative example 1 


234 


Example 2 


234 


Example 3 


234 


Example 4 


234 


Example 5 


234 


Example 6 


234 


Example 7 


263 


Example 6 


263 


Example 9 


263 



Developing the imagewise exposed element 

[0102] After exposure of the prepared imaging element, the element was developed in an aqueous alkaline devel- 
40 oping solution. These developing was carried out in a Technigraph NPX-32 ™ processor at a speed of 1 m/min at 25°C. 
filled with OZASOL EP262A ™ (OZASOL EP262A ™ is commercially available from Agfa) and with water in the rinsing 
section and OZASOL RC795 ™ gum in the gumming section 
All the obtained printing plates have an intact image without etching defects. 

45 

Claims 

1. A heat mode imaging element for making a lithographic printing plate having on a lithographic base with a hy- 
drophilic surface a first layer including a polymer, soluble in an aqueous alkaline solution and a top layer on the 
50 same side of the lithographic base as the first layer which top layer is IR-sensitive and unpenetrable for an alkaline 

developer wherein said first layer and said top layer may be one and the same layer; characterized in that said 
top layer contains a compound that increases the dynamic friction coefficient of the top layer to between 0 40 and 
0.80. 

55 2. A heat mode imaging element for making a lithographic printing plate according to claim 1 wherein said compound 
is a copolymer of polytetrafluoroethylene-polyethylene. 
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3. A heat mode imaging element for making a lithographic printing plate according to claim 1 wherein said compound 
is a silica. 

4. A heat mode imaging element for making a lithographic printing plate according to claim 1 wherein said compound 
s is a hydrophobic ceramic. 

5. A heat mode imaging element for making a lithographic printing plate according to claim 4 wherein said top layer 
further contains silica particles. 

10 6. A heat mode imaging element for making a lithographic printing plate according to claim 4 wherein said top layer 
further contains an orthosilicate. 

7. A heat mode imaging element for making a lithographic printing plate according to claim 1 wherein said compound 
is barium sulphate. 



15 



20 



25 



8. A heat mode imaging element for making a lithographic printing plate according to any of claims 1 to 7 wherein 
said compound is present in said top layer in an amount between 10 and 800 mg/m 2 . 

9. A method for making a lithographic printing plate comprising the steps of 

a) exposing imagewise to IR-radiation a heat mode imaging element according to any of claims 1 to 8; and 

b) developing said imagewise exposed heat mode imaging element with an aqueous alkaline developer where- 
by the exposed areas of the first and the top layer, which may be the same, are dissolved and the unexposed 
areas of the first layer remain undissolved. 
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